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by the reducing action of the burning filter paper, to barium
sulphate; when the fumes of sulphuric acid are gone, heat the
crucible to redness. Cool it; and weigh it; calculate the per cent
of sulphur by multiplying the weight of the barium sulphate found
by 13.73 and dividing by the weight taken for analysis. Blanks
should be run covering all operations and any sulphur so found,
deducted.
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